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Description 

This invention relates to fluorinated chiral smectic liquid crystal compounds, to a process for the preparation of 
such compounds, and to liquid crystal compound mixtures and electrooptical display devices containing such com- 
5 pounds. 

Devices employing liquid crystals have found use in a variety of electrooptical applications, in particular those 
which require compact, energy-efficient, voltage-controlled light valves, e.g., watch and calculator displays, as well as 
the flat-panel displays found in portable computers and compact televisions. Liquid crystal displays have a number of 
unique characteristics, including low voltage and low power of operation, which make them the most promising of the 

w non-emissive electrooptical display candidates currently available. However, slow response and insufficient nonline- 
arity can impose limitations for many potential applications. The requirement for speed may become especially impor- 
tant in proportion to the number of elements which have to be addressed in a device. This limits the potential use of 
some types of liquid crystals. 

The modes of liquid crystal displays that are most extensively employed at the present are twisted nematic (TN), 

is supertwisted birefringence effect (SBE), and dynamic scattering (DS), all employing nematic or chiral nematic (chol- 
esteric) liquid crystals. These devices are based upon the dielectric alignment effects (Freedericksz effect) of the nemat- 
ic and/or chiral nematic liquid crystal (or mixtures of nematic or chiral nematic liquid crystals) upon application of an 
electric field. The average molecular long axis of the liquid crystal material takes up a preferred orientation in the applied 
electric field, the orientation of which is dependent on the sign of the dielectric anisotropy of the material or mixture, 

^0 and this orientation relaxes upon removal of the applied electric field. This reorientation and relaxation is slow, on the 
order of a few milliseconds. 

Although nematic and chiral nematic liquid crystals are the most extensively employed, there are liquid crystal 
devices that employ more highly ordered smectic liquid crystals. For example, materials with a smectic A mesophase 
are useful in device applications, as described by Crossland et al. in U.S. Pat Nos. 4,411,494, 4,419,664, and 
2S 4,528,562, and by F. J. Kahn in Appl. Phys. Lett. 22. 111 (1 973). These devices are based on the dielectric reorientation 
of the liquid crystals, and response times are on the order of milliseconds. 

Mixtures which exhibit a chiral smectic A mesophase are also useful in device applications, as described by La- 
gerwall et al., 1 st International Symposium On Ferroelectric Liquid Crystals, Bordeaux-Arcachon, France, 1 987. These 
mixtures exhibit an electrooptic effect which is termed a soft-mode ferroelectric effect, and sub-microsecond switching 
30 can be achieved. 

Materials with a smectic C mesophase are useful in device applications, as described by Pelzl et al. in Kristall 
Technik. 14, 817 (1979), Mol. Cryst. Liq. Cryst. 53, 167 (1979), and Liquid Crystals 2, 21, 131 (1987). These devices 
are based on the dielectric reorientation of the liquid crystals, and the response times are slow 

A recent advance in the liquid crystal art has been the utilization of tilted chiral smectic liquid crystals, which are 
35 also termed ferroelectric liquid crystals, in devices which give microsecond switching and bistable operation not possible 
in any of the device applications described above. Ferroelectric liquid crystals were discovered by R. B. Meyer et al. 
(J. Physique 36, 1 -69 (1 975)). A high speed optical switching phenomenon was discovered for the ferroelectric liquid 
crystals by N. A. Clark et al. (Appl. Phys, Lett. 36, 899 (1980) and U.S. Pat. No. 4,367,924). 

Fluorine-containing ferroelectric liquid crystal materials have recently been developed. U.S. Pat. No. 4,886,619 
40 (Janulis) discloses fluorine-containing, chiral smectic liquid crystal compounds which comprise a fluorocarbon terminal 
portion and a chiral hydrocarbon terminal portion, the terminal portions being connected by a central core. U.S. Pat. 
No. 5,082,587 (Janulis) discloses achiral, fluorine-containing liquid crystal compounds which comprise a fluorocarbon 
terminal portion and a hydrocarbon or another fluorocarbon terminal portion, the terminal portions being connected by 
a central core. U.S. Pat. No. 5,262,082 (Janulis et al.) describes achiral, fluorine-containing liquid crystal compounds 
*s comprising an aliphatic fluorocarbon terminal portion having at least one catenary ether oxygen and an aliphatic hy- 
drocarbon terminal portion, the terminal portions being connected by a central core. 

International Publication Nos. WO 88/03530 (Merck) and WO 91/00897 (Merck) disclose chiral or achiral ring 
compounds which may be used as components of chiral, tilted, smectic liquid-crystalline phases with ferroelectric 
properties. 

so U.S. Pat. No. 5,051,527 (Suzuki et al.) describes novel ferroelectric liquid crystal compounds having an optically 

active fluoroalkyl radical. 

The high speed switching of the ferroelectric liquid crystals can be utilized in many applications, e.g., light valves, 
displays, printer heads, and the like. In addition to the microsecond switching speeds, some ferroelectric liquid crystal 
device geometries exhibit bistable, threshold-sensitive switching, making them candidates for matrix-addressed d - 
ss vices containing a large number of elements for passive displays of graphic and pictorial information, as well as optical 
processing applications. 

The present invention relates to the subject-matter disclosed in the claims. 

Briefly, in one aspect, this invention provides fluorine-containing, chiral, optically active, liquid crystal compounds 
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having smectic mesophases or latent smectic mesophases. (Compounds having latent smectic mesophases are those 
which by themselves do not exhibit a smectic mesophase, but which, when in admixture with compounds having smectic 
mesophases or with other compounds having latent smectic mesophases, develop smectic mesophases under appro- 
priate conditions.) The chiral liquid crystal compounds of the invention comprise (a) an aliphatic fluorocarbon terminal 
portion containing at least two catenary, i.e., in-chain, ether oxygen atoms; (b) a chiral, aliphatic hydrocarbon terminal 
portion; and (c) a central core connecting the terminal portions. The aliphatic fluorocarbon terminal portion can be 
represented by the formula -D(C x F2x°)z c y F 2y+i • wnere x is independently an integer of 1 to 1 0 for each C^O group, 
y is an integer of 1 to 10, z is an integer of 2 to 10, and D is selected from the group consisting of a covatent bond, 

O 

8 

-C-O-C^*-, -0-C.H,,-, -OfC^OhC^Hv-, -C^-, f C^O^Hy- , 
-OSOj-, -S0 2 - , -SOj-C^-, -C^-N-SOj-, -C»C-, -CH-CH-, 
0 0 0 

U U II 

-C-, -0-C-C.H,,-, -C^-N-C-, -CH-N-, -0-, -S-, -N (C^,) 



2S and combinations thereof, where r and r* are independently integers of 1 to 20, s is independently an integer of 1 to 
10 for each (CJ-I^O), t is an integer of 1 to 6, and p is an integer of 0 to 4. The (C x F 2x O) z C y F 2y+1 group of the fluoro- 
carbon terminal portion can contain small amounts of residual carbon-bonded hydrogen atoms but is preferably com- 
pletely fluorinated. Preferably, the fluorocarbon terminal portion is a linear group represented by the formula -D 
(CxF^O^CyFjy+v where x is independently an integer of 1 to 6 for each CjjF^O group, y is an integer of 1 to 6, and 

30 z is an integer of 2 to 6. 

In general, the compounds of this invention have a central core comprised of at least one or two rings independently 
selected from the group consisting of aromatic, heteroaromatic, alicyclic, substituted aromatic, substituted heteroaro- 
matic. and substituted alicyclic rings, the rings being connected one with another by a covalent bond or by chemical 
groups selected from the group consisting of -COO-, -COS-, -HC=N-, -CH=CH-, -C^C-, and -COSe-. The rings can 

35 be fused or non-fused. The heteroatoms within the heteroaromatic rings comprise at least one atom selected from the 
group consisting of nitrogen, oxygen, and sulfur. Non-adjacent methylene groups in the alicyclic rings can be substituted 
by oxygen or sulfur atoms. 

The chiral liquid crystal compounds of the present invention are optically active (except when in the form of a 
racemic mixture) and are useful alone or in admixture with other chiral or achiral liquid crystal compounds for elec- 
ta trooptical display applications. The compounds of the invention have a number of desirable properties when used in 
admixture with other liquid crystal compounds, preferably compounds having fluorinated terminal portions such as 
those compounds disclosed, for example, in U.S. Pat. Nos. 4,886,619 (Janulis), 5.082.587 (Janulis), and 5,262,082 
(Janulis et al.). For example, the compounds of the invention when admixed with such preferred liquid crystal com- 
pounds show good compatibility, show only a minimal effect on the smectic C temperature range of the resulting mix- 
45 tures, and provide ferroelectric mixtures which are switchable and bistable. 

Most importantly, the chiral, fluorine-containing compounds of the invention when used in admixture with the achiral, 
fluorine^containing liquid crystal compounds of U.S. Pat. No. 5,262.082 (Janulis et al.) provide mixtures which exhibit 
higher memory to tilt angle ratios than mixtures of the same achiral compounds with chiral, hydrocarbon liquid crystal 
compounds. This is important because a high memory to tilt angle ratio is essential for a high contrast ferroelectric 
so liquid crystal device (i.e.. the memory to tilt angle ratio should ideally be equal to one in order for a liquid crystal display 
device to have an optimum contrast ratio). (See, e.g., the discussion by A. Mochizuki et al., SPIE 1665 , 108-09 (1 992), 
as well as European Pat Publication No. 0 548 548 Al (Canon Kabushiki Kaisha).) 

The fluorine-containing liquid crystal compounds of the invention also have good chemical stability toward water, 
weak acids, and weak bases; do not undergo degradation during normal use in a liquid crystal display device; and are 
ss photoch mically stable, i.e., do not easily undergo photochemical reactions. Many of thes compounds, due to the 
aliphatic fluorocarbon terminal portion, have enhanced smectogenic properties and lower birefringences than their 
non-fluorine-containing analogues. The compounds, and mixtures which contain them, are useful in a variety of elec- 
trooptlcal displays. In particular, many of these fluorinated materials exhibit smectic mesophases and are useful in the 
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formulation of nematic; chiral nematic, i.e., cholesteric; smectic A (SmA); smectic C (SmC); chiral smectic A (SmA*); 
and chiral smectic C (SmC*) mixtures. 

In other aspects, this invention also provides a mixture of liquid crystal compounds comprising at least one liquid 
crystal compound of the invention in admixture with other chiral or achiral liquid crystal compounds, with the proviso 
that the admixture is not a racemate, a liquid crystal display device containing at least one liquid crystal compound of 
the invention alone or in admixture with other chiral or achiral liquid crystal compounds, with the proviso that the ad- 
mixture is not a racemate, and a process for preparing the liquid crystal compounds of the invention. 

The liquid crystal compounds of the present invention can be represented by the general formula I: 



RfMWHhEfPjh.-D-l, (I) 
X, Y. Z. 



where M t N, and P are each independently, selected from the group consisting of 



20 



2S 





DO 



30 



DO 



So 



3S 



40 



45 



SO 



S6 




. o. d. 




and 



a, b, and c are each independently zero or an integer of from 1 to 3, with the proviso that the sum of a + b + c be at I ast 1 ; 
each A and B are non-directional ry and independently selected from the group consisting of a covalent bond, 
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0 O O 

1 n n 

-C-O-, -C-S-, -c-s 

o 

II 

-C-Te-, -(CH^CHj)*- where k is 1 to 4 f 

-CC-. -CH"N-, -J-. ~ , 

each X, Y, and Z are independently selected from the group consisting of -CI, -F, -Br, -I, -OH, -OCH 3 , -CH 3 , -CF 3 , -OCF 3 
-CN, and -NOa; 

each I, m, and n are independently zero or an integer of 1 to 4; 
D is selected from the group consisting of a covaient bond, 

00 O 

1 I B 

-OSO a -, ~S0 2 -, -SO^-C^-, -c^-N-SOj-, -NtC^,)-, 

o 

II 

-C^-N-C-/ -CH=N-, 

and combinations thereof, where r and r* are independently integers of 1 to 20, s is independently an integer of 1 to 
10 for each (CJ-lggO), t is an integer of 1 to 6, and p is an integer of 0 to 4; 
R is selected from the group consisting of 

-O- ( (C,.H„.„.- (R' ) -O) „-<W,.,-<R' ) T , 
- ( (C,.H„. V - (R'),») -O) w -C^ +l ^- <R' ) v/ 

0 O 

1 B 

-c-o-c^ +l ^-(R') t , -o-c-c^„ tM -(R')», and 



— CR' ^CR'-Cqlfeq+i-v— <R0v , 



where each R' is independently selected from the group consisting of -CI, -F, -CF 3l -N0 2 , -CN, -H, -C q H 2q+1 , 
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0 0 

1 II 
-O-OC^Hj,^, and -C-O-C^m* 

where q' is independently an integer of 1 to 20 for each (C q 4H 2qi -0), q is an integer of 1 to 20, w is an integer of 0 to 
10, v is an integer of 0 to 6, each v 1 is independently an integer of 0 to 6, g is an integer of 1 to 3, g' is an integer of 1 
to 3, each D is independently selected from the group set forth above, and R can be linear or branched, with the proviso 
that R is chiral; and 

R ( is -<C x F x O) 2 C y F2y +1 , where x is independently an integer of 1 to 1 0 for each (C^O), y is an integer of 1 to 1 0, and 
zis an integer of 2 to 10, 

Preferably, R, is linear, x is independently an integer of 1 to 6 for each (C^F^O), y is an integer of 1 to 6, and z is an 
integer of 2 to 6. 

Preferred classes of the chiral compounds of the invention can be represented by the following formulas: 
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where x is independently an integer or 1 to 6 for each OJF^O; y is an integer ol 1 to 6; z is an integer of 2 to 4; j is an 
integer of 0 or 1 ; and R" is selected from the group consisting of (RV c q H 2q+w a" 0 * 



where each q is independently an integer of 2 to 10; each R' is independently selected from the group consisting of 
is hydrogen, fluorine, chlorine, methyl, and perfluoromethyl; v is an integer of 1 to 4; and C q H 2q and C q H 2q+1 can be linear 
or branched. 

Many of the compounds of the present invention have suppressed nematic mesophases (i.e., exhibit no or very 
small nematic mesophase temperature ranges) and enhanced smectic mesophases. Mixtures of the compounds of 
the invention with other liquid crystal materials can be formulated to provide desired transition temperatures and broad 

20 mesophase temperature ranges. Such mixtures preferably contain compounds having fluorinated terminal portions, 
such as those compounds described, for example, in U.S. Pat. Nos. 4,886,619 (Janulis), 5,082,587 (Janulis), and, 
most preferably, 5,262,082 (Janulis et al.). 

The compounds of this invention in admixture with other chiral or achiral liquid crystal compounds exhibit chiral 
smectic (ferroelectric) liquid crystal behavior. Furthermore, the compounds of the invention when mixed with achiral, 

2S fluoroether-containing liquid crystal compounds (e.g., those described in U.S. Pat. No. 5.262.082 (Janulis et al.)) exhibit 
a reduced temperature dependence of the smectic interlayer spacing. This property provides for the spontaneous 
generation of a bookshelf layer structure, which is ideal for a ferroelectric liquid crystal device. 

Another advantage of using the materials of this invention in the formulation of liquid crystal mixtures is the low 
birefringence which can be obtained. The low birefringence of the liquid crystal compounds of the invention (relative 

30 to their non-fluorine-containing analoques) allows the fabrication of devices with larger device spacings. Light trans- 
mission through, e.g., a surface-stabilized ferroelectric device (as described in U.S. Patent No. 4,367,924) with two 
polarizers is represented by the following equation: 



where 

l 0 = transmission through parallel polarizers 

40 0 = material tilt angle 

An = liquid crystal birefringence 

d = device spacing 

\ - wavelength of light used 

45 To maximize the transmission, both sin2(40) and sin 2 (nAnd/X) must be at maximum. This occurs when each term 

equals one. The first term is a maximum when the tilt angle equals 22.5°. This is a function of the liquid crystal and is 
constant for a given material at a given temperature. The second term is maximum when And ~X/2. This demonstrates 
the criticality of the low birefringence of the materials ol this invention. Low birefringence allows a larger device thick- 
ness, d, for a given wavelength of light. Thus, a larger device spacing is possible while still maximizing transmission, 

so allowing easier device construction. 

The fluorine-containing liquid crystal compounds of the invention can be prepared by a process comprising the 
steps of (1 ) mixing at least one compound represented by the formula 



10 




35 



I = l 0 (sin 2 (49)) (sin 2 (*And/X)) 



55 
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with at least one compound represented by the formula 



I 



or (2) mixing at least one compound represented by the formula 



I 

X, 



with at least one compound represented by the formula 



A"-eN Tb B{Pr,-D-Rf 

I I 

where M. N, and P are each independently selected from the group consisting of 




o . no 
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O. O. 



w 



1S 



20 



N^M N/~\N O^Q 




a, b, and c are each independently zero or an integer of from 1 to 3, with the proviso that the sum of a + b + c be at least 1 ; 
each A and B are non-directionally and independently selected from the group consisting of a covalent bond, 



25 



30 



O 
I 



0 0 0 

1 II II 

-C-O-, -OS-, -C-Se-, 



-C-Te-, -(CHjCH 2 ) k - where k is 1 to 4, 

0 
B 

-CH=CH-, -C«C-, -CH=N- , -CH 2 -0-, -C-, and -0- ; 



each A', A", B\ and B" are independently selected from the group consisting of -OH, -COOK -CHJCH^OH)^ -SH, 
3S -SeH, -TeH, -NH^ -COCI, -CHO, -OS0 2 R ( \ -OSOjCHa, -OS0 2 <yclo(C 6 H 4 )-CH 3 , and -CH 2 COOH, where R f ' is a per- 
fluoroalkyl group having from 1 to 10 carbon atoms, and with the proviso that A' can enter into a coupling reaction with 
A" and that B' can enter into a coupling reaction with B B ; 

each X, Y, and 2 are independently selected from the group consisting of -CI, -F ( -Br, -I , -OH, -OCH 3 , -CH 3 , -CF 3> -OCF 3 
-CN, and -NO;,; 

40 each I, m, and n are independently zero or an integer of 1 to 4; 
D is selected from the group consisting of a covalent bond, 



45 



so 



0 0 o 

n i 8 

-C-O-CJEIj,-, -O-C^-, -O-C-C,!^-, -C*C-, -CH-CH-, -C-, 
-OfC.Hj.OhC^Hv-, -C^-, fC^O^C,.^-, -0-, -S-, 
-0S0 2 -, -SO,-, -SOj-C^-, -C^-N-SO,-, -N (Cyi^) 



I 



+1 



55 
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-C^-N-C-, -CH=N-, 

and combinations thereof, where r and r 1 are independently integers of 1 to 20, is independently an integer of 1 to 10 
for each (C^H^O), t is an integer of 1 to 6, and p is an integer of 0 to 4; 
io R is selected from the group consisting of 

-O- ( (C,.^- (R' )»•) -O) v -C^ +lJr - (R' ) „ 
" ( (<Wv- (R' ) v .) -O) W -C^„ +1 .,- (R') v , 

0 O 

1 II 

-c-o-c^ +k -(R')„ -O-c-c^^-tR'),, and 



IS 



20 



30 



35 




^CR'-CqHjq+i. r --(R , )v , 



0>V 



where each R" is independently selected from the group consisting of -CI, -F, -CF 3 , -NO2, -CN, -H. -C q H 2q+1 , 



0 O 

1 n 

-O-c-c^h^,, and -c-O-c,!^, 



where q' is independently an integer of 1 to 20 for each (C q .H 2q .-0), q is an integer of 1 to 20. w is an integer of 0 to 
10. v is an integer of 0 to 6, each v* is independently an integer of 0 to 6, g is an integer of 1 to 3, g' is an integer of 1 
to 3, each D is independently selected from the group set forth above, and R can be linear or branched, with the proviso 
that R is chiral; and 

40 R ( is -(C x F 2x O) z C y F 2 y +1 , where x is independently an integer of 1 to 10 lor each (y^O, y is an integer of 1 to 10, and 
z is an integer of 2 to 10 (preferably, Rf is linear, x is independently an integer of 1 to 6 for each (C^F^O), y is an integer 
of 1 to 6, and z is an integer of 2 to 6); 

and allowing said A' and A" or B' and B" to react, optionally in the presence of suitable coupling agent(s), i.e., reagent 
(s) which effect coupling. 

4$ Objects and advantages of this invention are further illustrated by the following examples, but the particular ma- 

terials and amounts thereof recited in these examples, as well as other conditions and details, should not be construed 
to unduly limit this invention. 

In the following examples, all temperatures are in degrees Centigrade and all parts and percentages are by weight 
unless indicated otherwise. Commercially available materials were chemically transformed by reaction pathways well- 
so known to those skilled in the art and detailed in the examples. Chemical transformations were comprised of acylation, 
esterification, etherification, alkylation, and combinations thereof using fluorine-containing and non-fluorine-containing 
reactants to provide the precursor compounds, which, in turn, were caused to react together to yield the chiral, fluorine- 
containing liquid crystal compounds of this invention. 

Compounds prepared in the various examples of this invention were characterized by their melting or boiling point, 
& and structures were confirmed by using at least one of the following methods of analysis: chromatography; 13 C-, 1 H-, 
and 19 F-NMR; and infrared and mass spectroscopies. 

Th 5-alkyl-2-(4-hydroxyphenyl)pyrimidines used in the examples were prepared using the method described by 
Zaschke, H. and Stolle, R. in "Synth se niedrigschmelzender kristallin-Zflussiger Hetercyclen; 5-n-Alkyl-2-[4-n-alkanoy- 
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loxy-phenyljpyrimidine*, Z. Chem.,15, 441-43 (1975). 
EXAMPLES 

5 Examples 1-17 describe procedures for preparing liquid crystal compounds of this Invention. The cheml al 
structure of each compound Is given In Table 1. 

Example 1 

to Preparation of 5-{(S)-2-Chloro-4-methyl-pentanoyloxy)-2-(4-(1,1-dlhydroperfluoro-2 -(butoxyethoxy)ethoxy) 
phenyl)pyrlmld!ne (Compound 1, Table 1) 

A 25 weight percent solution of sodium methoxide in methanol (82.5 ml, 0.36 moles) was added to a solution of 
2-benzyloxytrimethinium perchlorate (30 g, 0.09 moles) (prepared according to the procedure of A. Holy and Z. Arnold, 
is Collection Czechoslov. Chem. Commun. 38, 1372 (1973)), para-hydroxybenzamidine hydrochloride (15.6 g, 0.09 
moles), and 500 ml of ethanol. The resulting mixture was heated to reflux overnight and then cooled to room temper- 
ature. Glacial acetic acid (75 ml) and 300 ml of water was added to the cooled mixture, resulting in the precipitation of 
product. The product was collected by filtration, washed with water, and air dried to give 23.06 g of 5-benzyloxy-2- 
(4-hydroxyphenyl)pyrimidine. 

20 Sodium hydride (1.7 g) was carefully added to a solution of 5-benzyloxy-2-(4-hydroxyphenyl)pyrimidine (18 g, 

0.0647 moles) in 150 ml of N.N-dimethylformamide (DMF). The resulting solution was stirred for 15 minutes. 1,1-Di- 
hydroperfluoro-2-(butoxyethoxy)ethoxy trifluoromethanesultonate (36.5 g, 0.0647 moles) (prepared essentially as in 
Example 4 below) was then added, and the resulting mixture was heated to 95°C for 1 hour. Upon cooling to room 
temperature, an equal volume of water was added to the cooled mixture. A solid precipitated and was collected by 

2S filtration. The solid was then slurried in boiling methanol, cooled to room temperature, and again collected by filtration. 
The collected solid was hydrogenated on a Parr™ Hydrogenator with catalytic 10% palladium on carbon in tetrahy- 
drofuran under 60 psi (3100 torr) hydrogen pressure for approximately 18 hours. When the hydrogenation was com- 
plete, the catalyst was removed by filtration, and the solvent was removed on a rotary evaporator to yield 25.62 g of 
5-hydroxy-2-(4-(1 , 1 -dihydroperfluoro-2-(butoxyethoxy)ethoxy)phenyl)pyrimidine. 

30 Oxalyl chloride (1 ml, 2M in ChfeCy was added to a solution of 2-(S)-chloro-4-methylpentanoic acid (0.27g, 1 .83 

mmoles) in 5 ml of methylene chloride. One drop of DMF was added to the resulting solution, and bubbling was ob- 
served. The resulting mixture was stirred at room temperature for 1 hour, and the volatile material was then removed 
under vacuum on a rotary evaporator. The flask containing the remaining mixture was repressurized with dry nitrogen, 
and the resulting acid chloride was dissolved in 5 ml of methylene chloride. This solution was then added directly to a 

3$ solution of 5-hydroxy-2-(4-(l ,1 -dihydroperfluoro-2-(butoxyethoxy)ethoxy)phenyl)pyrimidine (1 g, 1 .66 mmoles) and py- 
ridine (0.2 ml, 2.49 mmoles) in 5 ml of methylene chloride. The resulting mixture was stirred at room temperature 
overnight Silica gel (5 g) was then added to the mixture, and the solvent was removed on a rotary evaporator. A product 
adsorbed onto the silica gel was then transferred to the top of a 50 g bed of silica gel. The product was eluted using 
a mixture of 20 parts by volume of hexane and 1 part by volume of ethyl acetate. The resulting white solid was recrys- 

40 tallized from methanol to yield 0.4 g of Compound 1 , Table 1 . 

Example 2 

Preparation of 5-(2-(S)-Chloropropanoyloxy)-2-{4-(1,1-dihydroperfluorc-2 -(hexyloxyethoxy)ethoxy)phenyl) 
45 pyrlmldine (Compound 2, Table 1) 

This compound was prepared from 2-(S)-chloropropionic acid and 5-hydroxy-2-(4-(1,1-dihydroperfluoro-2-(hexy- 
loxyethoxy)ethoxy)phenyl)pyrimidine (prepared essentially as in Example 1 (which references Example 4) except sub- 
stituting methyl perfluoro-2-(hexyloxyethoxy)acetate for methyl perfluoro-2-(butoxyethoxy)acetate in the preparation 
so of the precursor alcohol according to Example 3 of U.S. Pat. No. 5,262,082 (Janulis et al.)) essentially as described 
in Example 1 . 

Example 3 

ss Preparation of 5-(2-{S)-Chloropropanoyloxy)-2-(4-(1 ,1 -dihydroperf luorc-4-{4 -butoxy butoxy)butoxy)pheny I) 
pyrlmldln (Compound 3, Tabl 1) 

This compound was prepared from 2-(S)-chloropropionic acid and 5-hydroxy-2-(4-(1,1-dihydroperfluoro-4-(4-bu- 
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toxybutoxy)butoxy)phenyl)pyrimidine (prepared essentially as in Example 1 (which references Example 4) except sub- 
stituting methyl perfluoro-2-(butoxybLrtoxy)butyrate for methyl perfluoro-2-(butoxyethoxy)acetate in the preparation of 
the precursor alcohol according to Example 3 of U.S. Pat. No. 5,262,082 (Janulis et al.)) essentially as described in 
Example 1. 

5 

Example 4 

Preparation of e-fl.l-Dlhydroperfluoro-a-fbutoxyethoxyJethoxyJ-a-ta-lS) -chloropropanoyloxy)napthalene 
(Compound 4, Table 1) 

10 

650 g of 1 , 1 -dihydroperfluorobutoxyethoxyethanol (prepared essentially as in Example 3 of U.S. Pat. No. 5,262,082 
(Janulis et al.)) and 204 g of triethyl amine were mixed together in a flask fitted with a dry ice (-78 tt C) finger condenser, 
a thermometer, a dip tube for gas addition, and an overhead stirrer. The system was purged with dry nitrogen and was 
kept under slightly positive nitrogen pressure. With good stirring, the flask was cooled to -1 4°C. The nitrogen was then, 

is shut off, and 345 g of 91 weight percent trifluoromethanesutfonyl fluoride gas was added to the flask. The resulting 
reaction was allowed to run for two hours, and then 360 ml of water was added to the flask. The resulting crude product 
was washed with 360 ml of 3.5 weight percent HCI and 360 ml of water to give 872 g of washed, crude product. The 
washed product was distilled at a head temperature of 61 -78'C (3.5 mm Hg, 3.5 torr) to give 772 g of 1 ,1-dihydroper- 
fluoro-2-(butoxyethoxy)ethoxy trifluoromethanesulfonate (92% yield). 

20 6-Benzyloxy-2-napthol (2.5 g, 0.010 moles) was slowly added to 0.7 g of 60 weight percent sodium hydride in 

mineral oil suspended in 25 ml of dry dimethoxyethane. After stirring the resulting solution for 20 minutes at room 
temperature, the solution was cooled in an ice bath. 1 , 1 -dihydroperfluoro-2-(butoxyethoxy)ethoxy trifluoromethanesul- 
fonate (6.2 g, 0.011 moles) was then added slowly to the cooled solution. When the addition was complete, the ice 
bath was removed, and the resulting mixture was stirred at room temperature overnight. The solvent was then removed 

2S from the mixture under reduced pressure, and 25 ml of water and 25 ml of diethyl ether were added. After all solids 
had dissolved, the resulting aqueous and ether layers were separated, and the aqueous layer was extracted twice with 
25 ml of diethyl ether. The ether layers were combined, washed three times with 20 ml of water, and dried with anhydrous 
magnesium sulfate, and the solvent was removed on a rotary evaporator. The resulting solid was dissolved in tetrahy- 
drofuran and hydrogenated at 60 psi (3100 torr) in the presence of catalytic 10% palladium on carbon for 18 hours. 

30 When the hydrogenation was complete, the catalyst was removed by filtration, and the solvent was removed on a 
rotary evaporator. The resulting solid was recrystallized from hexane to yield 2,5 g of 6-{1 t 1-dihydroperfluoro-2-(bu- 
toxyethoxy)ethoxy)-2-hydroxynapthalene. 

Compound 4 was then prepared from 2-(S)-chloropropionic acid and 6-(1,1-dihydroperfluoro-2-(butoxyethoxy) 
ethoxy)-2-hydroxynapthalene by essentially the esterification process described in Example 1. 

3$ 

Example S 

Preparation ot 5-(1 ) 1-Dlhydroperfluoro-2-{butoxyethoxy)ethoxy>-2-(4-{(S)-2-chloro-4 -methylpentanoyloxy) 
phenyl)pyrlmidlne (Compound 5, Table 1) 

40 

To a solution of 5-benzyloxy-2-(4-hydroxyphenyl)pyrimidine (5g, 0.01 80 moles) (prepared essentially as in Example 
1) and imidazole (2.5g, 0.0360 moles) in N,N-dimethylformamide (DMF) (50 ml) was added 2.7 g (0.0180 moles) of t- 
butyldimethylsilylchloride. The resulting mixture was stirred at room temperature for 4 weeks. The stirred mixture was 
then poured into 100 ml of dilute bicarbonate, and the resulting solid was collected by filtration. After recrystallization 

45 from methanol, the solid was hydrogenated at 60 psi (3100 torr) with catalytic 10% palladium on carbon for 48 hours. 
The catalyst was then removed by filtration, and the solvent was removed on a rotary evaporator to yield 2.4 g of 
5-hydroxy-2-(4-(t-butyldimethylsiloxy)phenyl)pyrimidine. 

The 2.4 g (0.0079 moles) of 5-hydroxy-2-(4-(t-butyldimethylsiloxy)phenyl)pyrimidine was dissolved in 1 5 ml of DMF 
and treated with 0.2 g of sodium hydride. After stirring at room temperature for 5 minutes, 4.5 g (0.0079 moles) of 

so i,i-dihydropertluoro-2-(butoxyethoxy)ethoxy trifluoromethanesulfonate (prepared essentially as in Example 4) was 
added to the treated solution, and the resulting mixture was heated to 90°C for 1 hour. After cooling to room temperature, 
the mixture was transferred to a separatory funnel with 50 ml of water and was extracted with two 20-ml aliquots of 
chloroform. The resulting chloroform layers were then combined and washed with two 20-ml aliquots of water, and the 
solvent was removed on a rotary evaporator. The resulting brown oil was chromato graphed on silica gel (1 0:1 hexane: 

ss ethyl acetate) to giv 2.5 g of 5-(1 , 1 -dihydroperf luoro-2-(butoxyethoxy)ethoxy)-2-(4-t-butyldimethylsiloxyphenyl)pyri- 
midine. 

Th 5-(1 ,1 -dihydroperfluoro-2-(butoxyethoxy)ethoxy)-2-(4-t-butyldimethylsiloxyphenyl)pyrimidin (2 g, 0.003 
moles) was dissolved in 5 ml of tetrahydrofuran (THF) and treated with 4.2 ml of 1 M tetrabutylammonium fluoride. After 
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stirring the resulting mixture for 2 hours at room temperature, 10 ml of dilute aqueous ammonium chloride was added 
to the mixtur . The mixture was then extracted three times with 5 ml aliquots of diethyl ether, and the resulting ether 
layers were combined and washed twice with 5 ml aliquots of water. The ether was removed from the mixture using a 
rotary evaporator to give a waxy, white solid. The solid was chromatographed on silica gel (using 5 volume percent 
methanol in chloroform as the eluent) to yield 1 .09 g of 5-(1 .1 -dihydroperfluoro-2-(butoxyethoxy)ethoxy)-2-(4-hydrox- 
yphenyl)pyrimidine. 

Compound 5 was then prepared from S-2-chloro-4-methylpentanoic acid and 5-(1.1-dihydroperfluoro-2-(butox- 
yethoxy)ethoxy)-2-(4-hydroxyphenyl)pyrimtdine by essentially the esterification process described in Example 1. 

Example 6 

Preparation of 5-{(S)-2-Chloropropoxy)-2-(4-(1,1-dihydroperfluoro-2 -<butoxyethoxy)ethoxy)phenyl) 
pyrlmldlne (Compound 6, Table 1) 

Sodium hydride (0.04 g, 1.7 mmoles) was added to a solution of 5-hydroxy-2-(4-(1,1-dihydroperfluoro-2-(butox- 
yethoxy)ethoxy)phenyl)pyrimidine (0.41 g, 1.7 mmoles) (prepared essentially as in Example 1 (which references Ex- 
ample 4)) in 5 ml of DMF and 5 ml of toluene. The resulting solution was stirred under a nitrogen atmosphere, and 
then 1 -p-toluenesulfonoxy-2-(S)-chloropropane (0.41 g, 1 .7 mmoles) was added to the solution by syringe. The result- 
ing mixture was heated to 100°C for 1 hour and then cooled to room temperature. The mixture was then poured into 
a separatory funnel with 50 ml of water and was extracted with three 10 ml aliquots of toluene. The resulting toluene 
layers were combined and washed with three 10 ml aliquots of water. The washed toluene layers were then concen- 
trated under reduced pressure. The resulting solid was recrystallized from ethanol to yield 0. 1 g ol Compound 6, Table 1 . 

Example 7 

Preparation of 4'-(1t1-DIhydroperfluoro-2-(2-(2-methoxyethoxy)ethoxy)ethoxy)-4-((S)-2 -chloropropanoyloxy) 
biphenyl (Compound 7, Table 1) 

Sodium hydride (1.06 g, 60 weight percent in oil) was added to a solution of 4,4'-biphenoi (6.6 g, 35.3 mmoles) in 
DMF (100 ml). The resulting solution was stirred under a nitrogen atmosphere for 0.5 hour and then heated to 60°C. 
1,1-dihydroperfluoro-2-(2-(2-methoxyethoxy)ethoxy)ethoxy trifluoromethanesulfonate (9,4 g, 17.7 mmoles) (prepared 
essentially as in Example 1 (which references Example 4) except substituting methyl peril uoro-2-(methoxyethox- 
yethoxy)acetate for methyl perfluoro-2-(butoxyethoxy)acetate in the preparation of the precursor alcohol according to 
Example 3 of U.S. Pat No. 5,262,082 (Janulis et al.)) was then added by syringe to the solution. The resulting mixture 
was stirred for 2 hours at 70°C and then cooled to room temperature. The mixture was quenched with 100 ml of HjO 
and extracted with three 100 ml aliquots of diethyl ether. The ether extracts were collected, dried (using MgS0 4 ), 
filtered, and concentrated. The resulting product was then purified by flash chromatography to give 6.5 g (65% yield) 
of 4'-(1 ( 1-dihydroperfluoro-2-(2-(2-methoxyethoxy)ethoxy)ethoxy)-4-hydroxybiphenyl as a white solid having a melting 
point of 105-107°C. 

Compound 7 was then prepared from (S)-2-chloropropanoic acid and 4'-(1,1-dihydroperfluoro-2-(2-(2-methox- 
yethoxy)ethoxy)ethoxy)-4-hydroxybiphenyl by essentially the esterification process described in Example 1. The re- 
sulting product was purified by column chromatography. 

Example 8 

Preparation ol 4 , -(1 t 1-Dlhydropertluoro-2-(2-butoxyethoxy)ethoxy)-4-{(S)-2-chioro-4 -methyl pentanoyloxy) 
biphenyl(Compound 8, Table 1) 

This compound was prepared from (S)-2-chloro-4-methylpentanoic acid (prepared essentially by the method of T 
Sierra et al., J. Am. Chem. Soc. 114, 7645 (1992)) and 4'-(1,1-dihydroperfluoro-2-(2-butoxyethoxy)ethoxy)-4-hydroxy- 
biphenyl (prepared essentially as in Examples 7 and 1) essentially as described in Example 7. 

Example 9 

Preparation of 4 -{1,1-Dlhydroperfluoro-2-(2-butoxyethoxy)ethoxy)-4-((S).2 -ch lor opropanoyloxy)bl phenyl 
(Compound 9, Table 1) 

This compound was prepared from (S)-2-chtoropropionic acid and 4 f -(1 ,1-dihydropertluoro-2-(2-butoxyethoxy) 
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ethoxy)-4-hydroxybiphenyl (prepared essentially as in Examples 7 and 1) essentially as described in Example 7. 
Example 10 

Preparation of 4'-{1,1-Dlhydrop rflu ro-2-(2-butoxyethoxy)ethoxy)-4-((S)-2-nu ropropanoyloxy)blph nyl 
(Compound 10, Table 1) 

This compound was prepared from (S)-2-fluoroprop ionic acid and 4'-(1,1-dihydroperfIuoro-2-(2-butoxyethoxy) 
ethoxyM-hydroxybiphenyl (prepared essentially as in Examples 7 and 1) essentially as described in Example 7. 

Example 11 

Preparation of 4'-(1,1-Dihydroperfluoro-2-(2-butoxyethoxy)ethoxy)-4-((S)-2 -fluoropentanoyloxy)bl phenyl 
(Compound 11, Table 1) 

This compound was prepared from (S)-2-fIuoropentanoic acid and 4'-(1,1-dihydroperfluoro-2-(2-butoxyethoxy) 
ethoxyH-hydroxybiphenyl (prepared essentially as in Examples 7 and 1) essentially as described in Example 7. 

Example 12 

Preparation of 4'-(1 J-Dihydroperfluoro-2-(24jutoxyethoxy)ethoxy)-4-((S)-2-chloropropoxy)biphenyl 
(Compound 12, Table 1) 

This compound was prepared from (S)-1-p-toluenesutfonoxy-2-chloropropane and 4'-(1,1-dihydroperfluoro-2- 
(2-butoxyethoxy)ethoxy)-4-hydroxybiphenyl (prepared essentially as in Examples 7 and 1 ) essentially as described in 
Example 6, except that the resulting product was purified by column chromatography. 

Example 13 

Preparation of 4*-(1,1-Dihydroperfluoro-2-(2-butoxyethoxy)ethoxy)-4-((S,S)-2-chioro-3 -methylpentanoyloxy) 
biphenyl (Compound 13, Table 1) 

This compound was prepared from (S,S)-2-chloro-3-methylpentanoic acid and 4'-(1,1-dihydroperfluoro-2-(2-bu- 
toxyethoxy)ethoxy)-4-hydroxybiphenyl (prepared essentially as in Examples 7 and 1 ) essentially as described in Ex- 
ample 7. 

Example 14 

Preparation of 4-(1 ( 1-Dlhydroperfluoro-2-(2-butoxyethoxy)ethoxy)phenyl-(SH-methylhexyloxy benzoate 
(Compound 14, Table 1) 

960 mg of 4-(1 ,1 -dihydroperfluoro-2-(2-butoxyethoxy)ethoxy)phenol (1 .83 mmoles) (prepared essentially as in Ex- 
ample 6 of U.S. Pat. No. 5,262,082 (Janulis et al.)) was weighed into a vial and dissolved in 5 ml dichloromethane and 
2 ml (approximately 1 .5 g) of triethylamine. One equivalent, 432 mg, of 4-(S)-4-methylhexyloxy benzoic acid was 
weighed into a 25 ml 3-necked flask, dissolved under nitrogen in 10 ml dichloromethane, treated with 0.23 g of oxalyl 
chloride, and stirred overnight. The phenol solution was then added to the flask by syringe. The resulting mixture was 
stirred for 15 minutes, then washed with water which was made acidic by the dropwise addition of glacial acetic acid, 
and washed again with saturated sodium chloride solution. The resulting organic phase was dried over magnesium 
sulfate and filtered through a short column of silica gel (5 g) using dichloromethane as the eluent. Solvent was then 
removed from the filtered phase under vacuum using a rotary evaporator, and the resulting product was recrystailized 
from ethanol several times at -20°C to yield 1 .00 g of Compound 1 4, Table 1 . 

Example 15 

Preparation of 4-(1,1-DihydroperfIuoro-2-(2-butoxyethoxy)ethoxy)phenyl-4-(4.{(S) -2-methylbutoxy)phenyl) 
benz at (Compound 15, Table 1) 

4-(4-((S)-2-methylbutoxy)phenyl) benzoic acid (1,00 g) was weighed into a 50 ml flask and treated with 5 ml (ap- 
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proximately 8.2 g) of thionyl chloride at reflux for 15 minutes. Excess thionyl chloride was distilled, and the last traces 
of thionyl chloride were removed by heating under a nitrogen flow to yield crude acid chloride. 4-(1 ,1 -Dihydroperfluoro- 
2-(2-butoxyethoxy)ethoxy)phenol (1.94 g, 1.05 eq) (prepared essentially as in Example 6 of U.S. Pat. No. 5.262,082 
(Janulis et al.)) was weighed into a vial, diluted with 25 ml dichlorom ethane, and treated with 10 ml (approximately 7.2 

s g) of triethylamine. The resulting solution was added to the crude acid chloride, and the resulting mixture was allowed 
to stand for 1 5 minutes. The mixture was washed once with 50 ml water which was made acidic by the dropwise addition 
of glacial acetic acid and once with 50 ml of saturated sodium chloride solution. The resulting organic phase was dried 
over magnesium sulfate and filtered through a short column of silica gel (10 g) using dichloromethane as the eluent. 
Solvent was removed from the filtered phase, and the resulting product was column chromatographed on silica gel 

io (using toluene as the eluent) and recrystallized from ethanol to yield 0.445 g of Compound 15, Table 1. 

Example 16 

Preparation of 4-(1 ( 1-Dlhydroperfluoro-2-(2-butoxyethoxy)ethoxy)phenyl-4-((S)-2-chloropropoxy) benzoate 
is (Compound 16, Table 1) 

Methyl 4-((S)-2-chloropropoxv)benzoate 

(S)-2-Chloro-1 -propanol (Aldrich Chemical Co., 1 .00 g, 10.6 mmoles), methyl 4-hydroxy benzoate (1 .81 g, 1 . 1 eq), 
20 triphenylphosphine (4.13 g, 1.5 eq), and 25 ml dry tetrahydrofuran were charged to a 50 ml 3-necked flask under 
nitrogen. Diethyl azodicarboxylate (2.9 g, 1.6 eq) was then added to the flask by syringe. The resulting solution was 
stirred for 3 days and then poured into a mixture of 250 ml water and 25 ml ethyl acetate. The resulting mixture was 
shaken, the resulting aqueous and organic phases were separated, and the aqueous phase was extracted once more 
with 25 ml ethyl acetate. The resulting organic phases were combined, dried over magnesium sulfate, and filtered. The 
2S solvent was then removed from the filtered phases, and the resulting crude product was dissolved in dichloromethane 
and passed through silica gel. Upon removal of solvent under vacuum, reaction by-products began to crystallize. Gas 
chromatography (GC) showed the resulting supernatant to be mostly the desired product, so the byproducts were 
recrystallized from cyclohexane to recover traces of product. The resulting supematants were combined and passed 
through silica gel using cyclohexane as the eluent, and the solvent was removed under vacuum to recover partially 
30 purified product which was hydrolyzed without further purification. 

4-((S1-2-Chk>ropropoxy) benzoic acid 

The resulting crude methyl 4-((S)-2-chloropropoxy) benzoate was dissolved in 25 mi of dimethylsu If oxide and 
3S treated with 0.44 g (approximately 1 .04 eq) of sodium hydroxide in 25 ml water. The resulting reaction was monitored 
by GC, and, at one hour, an additional portion of 0.44 g solid sodium hydroxide was added to the resulting mixture. An 
aliquot of the mixture taken 45 minutes later showed the absence of starting material, so the mixture was poured into 
50 ml 0,1 N hydrochloric acid. Organics were extracted from the resulting mixture with two 50 ml portions of ethyl 
acetate and were dried over magnesium sulfate, filtered, and the solvent removed under vacuum to yield a crude solid 
40 product acid that was recrystallized from 20 ml ethanol at -20°C. The product acid was collected and dried under 
vacuum. 

4-(1 . 1 -Dihvdroperfluoro-2-f2-butoxvethoxv)ethoxv^phenvl-4'f(S)-2-chloropropoxv) benzoate 

4$ The dried product acid was charged to a 100 ml flask, dissolved in 25 ml dichloromethane, and treated with 3.7 

ml (5.2 g) oxalyl chloride under nitrogen. After stirring for 10 minutes, the dichloromethane was distilled at atmospheric 
pressure, and excess oxalyl chloride was removed under vacuum. The resulting acid chloride was dissolved in 25 ml 
dichloromethane and treated with a solution of 5.8 g 4-(1,1-dihydroperfluoro-2-(2-butoxyethoxy)ethoxy)phenol (pre- 
pared essentially as in Example 6 of U.S. Pat. No. 5,262,082 (Janulis et al.)) (1 .05 eq based on 2-(S)-chloropropanol), 

so 7 ml (approximately 5.0 g) triethylamine, and 25 ml dichloromethane. After stirring the resulting mixture for 15 minutes, 
the mixture was washed with 100 ml water and with 100 ml saturated sodium chloride solution. After drying of the 
washed mixture over magnesium sulfate, the mixture was filtered, solvent and excess triethylamine were removed 
under vacuum, and the remaining material was passed through 5 g of silica gel using dichloromethane as the eluent. 
The resulting product was recrystallized twice, once from 25 ml methanol at 4°C, then from 20 ml ethanol at -20°C, to 

ss yield 0.262 g of purified Compound 16, Table 1 . 
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Example 17 

Preparation of 4-((S,S)-2,3-EpoxyHioxyloxypte^ 
benzoate (Compound 17, Table 1) 

5 

4-((S,S) -2,3-epoxy)-hexyloxy phenol (Displaytech WP46, 1.00 g, 4.82 mmoles) was weighed into a 100 ml flask 
equipped with a magnetic stirrer, a septum, and a nitrogen atmosphere. The phenol was dissolved in 25 ml dichlo- 
romethane. One equivalent of 4-(1,1-dihydroperfluoro-2-(2-butoxyethoxy)ethoxy) benzoyl chloride (2.76 g) (prepared 
essentially as in Example 11 of U.S. Pat. No. 5,262,082 (Janulis et al.) (except substituting 4-(1 l 1-dihydroperfluoro-2- 

io (2-butoxyethoxy)ethoxy) irifluoromethanesulfonate for 1 , 1 -dihydroheptafluoro-2-ethoxyethyl trif late) with conversion of 
the resulting acid to the corresponding acid chloride essentially by the method of Example 16 supra) was weighed into 
a vial and dissolved in 5 ml dichloromethane. 2.0 ml of triethylamine (excess, approximately 3 eq) was added to the 
solution of the epoxy phenol, followed immediately by addition of the acid chloride solution (both additions being by 
syringe). After 20 minutes, the resulting mixture was washed with four 1 00 ml portions of water and one 1 00 ml portion 

is of saturated sodium chloride solution, and the washed mixture was dried over sodium sulfate overnight. The dried 
mixture was filtered, the solvent was removed under vacuum, and the resulting crude product was purified by chroma- 
tography on neutral silica using toluene as the eluent. Combined fractions that showed product by thin layer chroma- 
tography were recrystallized from toluene and dried under vacuum to yield 0.405 g of Compound 17, Table 1. 
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Compound Ho, Structure 
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C 4 F 9 OC a F^OCF 1 CH J 0 
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The compounds of Table 1 were evaluated for transition temperatures by optical observation of material phase 
changes using a Linkam TMH600 hot stage and a Zeiss polarizing microscope. The transition temperatures (°C) were 
obtained upon cooling from the isotropic state (I) and are set forth in Table 2. 



Table 2. 



Mesophase Characterization for Compounds Listed in Table 1 


Compound No. 


ltoS A 


toM 


toK 


mp 


1 


53 


25 






2 


121 


53 






3 


124 


48 






4 


55 


28 






5 








64-66 


6 


111 


20 


15 




7 


136.7 


67.8 






8 


65 




28 




9 


129 


91 






10 


158 


120 






11 


115 


59 






12 


100 


75 






13 


76.9 


5.3 







20 
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Table 2. (continued) 



Mesophase Characterization for Compounds Listed in Table 1 


Compound No. 


Mo S A 


toM 


to K 


mp 


14 


73.3 


-8.8 






15 


>191 


86.8 






16 


110 


51.6 






17 


113.7 


45.9 






I = Isotropic, S A = Smectic A, M = Higher order mesophase, K = Crystalline, mp = melting point 



Examples 18 and 19 describe liquid crystal compound mixtures and liquid crystal display devices of this 
Invention. 



is Example 18 

A device utilizing a chiral compound (Compound 10) o1 this invention was constructed as follows. Onto an indium 
tin oxide (ITO) coated (300 A ITO coating) glass substrate (2.85 cm wide, 3.5 cm long. 0.1 cm thick) which had been 
ultrasonically cleaned were placed several drops of a 0.52 weight percent solution of nylon 676 (Aldrich Chemical Co., 
Inc.) in formic acid. The substrate was spun at 1200 rpm for 40 seconds and cured at 75*C for 16 hours to provide a 
nylon coating about 400 A thick. The coated plate was rubbed (20 strokes) in one direction with a 115 gram rubbing 
bar (a glass rod 2.5 cm in diameter, 10 cm long) about which a 65% cotton, 35% rayon velveteen fabric (J. B. Martin 
Co., #5100 Matinee) with the pile side out was tightly wrapped, to provide an oriented alignment layer on the substrate. 

Onto another ITO-coated (300 A ITO coating) glass substrate (2.85 cm wide, 3.5 cm long, 0.1 cm thick) having a 
pattern of polyimide spacer posts 1 .5 jam in height and which had been ultrasonically cleaned was placed several drops 
of a 1.5 weight percent solution of poiymethylsiloxane (5.6% GR-651L, available from Owens-Illinois, Inc.) in butyl 
alcohol. The substrate was spun at 8000 rpm for 20 seconds and cured at 75° C for 16 hours to provide an alignment 
coating about 200-300 A thick. 

The substrates were assembled using a UV curable adhesive (Norland™ 61 Optical Adhesive, available from 
Norland Products, Inc.) with the ITO-constituted electrodes and the alignment layers facing inward to form a device. 
The device was then filled with the following mixture of liquid crystal compounds using capillary action under vacuum: 



20 



25 



30 



35 



4t.O wt% 



C 10 H 21 ^^j) ^ OCH 2 C,F 4 OC 4 F,OC 4 F 9 



40 



12.3 wt% 



CtH t 




CH 2 C 3 F tf OC4F|OC4F9 



45 



SO 



12.3 wt% 



CgHj 




CH- t CF 2 OC 2 F 4 OC tf F u 



ss 
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The phase transition temperatures for the mixture were measured essentially as described above for Table 2 and 
found to be: 



ltoS A 


79.4°C 


S A to S c 


43.5°C 


S c toM 


-10.2°C 



The phase transition temperatures for the achiral base mixture (i.e. , the above mixture without the last-listed (chiral) 
compound) were measured essentially as described above for Table 2 and found to be: 



so 



I to S A 


85.5°C 


S A to S c 


51.0°C 


S c toM 


•6A°C 



The ITO-constituted electrodes of the device were connected to an arbitrary waveform generator with variable 
output voltage. Optical transmission was measured by placing the device on a rotating stage between two crossed 
polarizers, with the polarizer/device combination placed between a collimated, incandescent light source of about 1 
ss mW intensity (5 mm diameter) and a silicon photodetector. The incandescent light source was filtered to confine its 
wavelength spectrum to between 450 and 700 nm. The output from the photodetector was monitored on an oscillo- 
scope. The latching time for the device, measured with a field of 20 V/u/n and at a temperature of 38.5°C, was 167 
lis. The device was driven with a voltage waveform consisting of bipolar, square pulses of 20 V7u.m amplitude, spaced 
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30 ms apart by a train of square pulses having th same width and 6.7 V/um amplitude. The latching time was taken 
to be the minimum pulse width needed to observe two stable and saturated, multiplexed memory states. 

The polarization of the device was determined essentially as described by Miyasato at al in Jao J AodI Phve 
22, 661 (1983) and found to be 12.5 nC/cm* at 38.5*C. * ' 

TTie memory to tilt angle ratio for the device was 0.97. The device was driven with a 30 Hertz square wave 

of 20 volt amplitude. The tilt angle, 0 V was taken to be half the angle separating the extinction points of the driven 
states. To obtain the memory angle, 0 m , the device was driven with a voltage waveform consisting of alternating bipolar, 
square pulses of 20 V/um amplitude, spaced about 30 ms apart. The pulse width was adjusted to observe two stable 
and saturated memory states. The memory angle was taken to be half the angle separating the extinction points of 
the two memory states. 

Example 19 

A device was prepared essentially as in Example 18. The device was filled with a liquid crystal mixture which was 
as described in Example 18, except that Compound 5 was used as the chiral dopant in place of Compound 10. 

The phase transition temperatures for the mixture were measured essentially as described above for Table 2 and 
found to be: 



ltoS A 


76.3°C 


S A to S c 


35.6°C 


S c toM 


-3.3°C 



The latching time for the device, measured essentially as in Example 1 8 with a field of 20 V^im and at a temperature 
of 25.6 8 C, was 130 us. The polarization of the device was determined essentially as in Example 18 and found to be 
1 1 .6 nC/cm 2 at 25.6°C. The memory to tilt angle ratio (0J0 X ) was determined essentially as in Example 1 8 and found 
to be 0.98. 

Comparative Example 

A device was prepared essentially as in Example 18. The device was filled with a liquid crystal mixture which was 
as described in Example 18 except that a mixture of 2 parts by weight of comparative compound CI and 1 part by 
weight of comparative compound C2 (the compounds having the structures shown below) was substituted for Com- 
pound 10. 



CI 



o 



C2 



CioH 3 ] 



The phase transition temperatures for the mixture were measured essentially as described above for Table 2 and 
found to b : 



ltoS A 


85.5°C 


S A to S c 


30.6°C 
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(continued) 
S c to M | -6-4°C 

5 The latching time for the device, measured essentially as in Example 1 8 with a field of 20 V^i and at a temperature 

of 20.6°C f was 24.7 us. The polarization of the device was determined essentially as in Example 18 and found to be 
1 7. 1 nC/cm 2 at 20.6°C. The memory to tilt angle ratio (0J0 t ) for the device was determined essentially as in Example 
1 8 and found to be 0.84. A comparison of this data with that given above for Examples 1 8 and 1 9 shows that compounds 
of this invention, when used in admixture with achiral, fluoroether-containing liquid crystal compounds, provide mixtures 

io which exhibit higher memory to tilt angle ratios than mixtures of the same achiral compounds with chiral, hydrocarbon 
liquid crystal compounds. In addition, this comparison indicates that compounds of the invention show only a minimal 
effect on the smectic C temperature range of such mixtures. 

Examples 20-24 describe procedures for preparing liquid crystal compounds of this Invention. The chemical 
is structure of each compound is given In Table 4. 

Example 20 

Preparation of 5-((S)-2-Fluorodecyloxy>-2-<4-<1,1-d^ 
20 pyrimidine (Compound 18, Table 4) 

2-(S)-fluorodecanol (800 mg, 4.5 mmoles; which can be prepared by the procedure described by H. Nohira et al. 
in Mol. Cryst. Liq. Cryst. 180B , 379-88 (1990)) was combined with toluene sulfonyl chloride (865 mg, 4.5 mmoles), 
ethyl diisopropyl amine (1165 mg, 9 mmoles), and dimethylaminopyridine (27 mg, 0.22 mmoles) in methylene chloride 
25 (20 mL). The resulting mixture was stirred at room temperature overnight. The resulting crude tosylate product was 
purified by flash chromatography on silica gel, eluting with 10 parts by volume of hexane and 1 part by volume of ethyl 
acetate. 

A three-necked flask equipped with a magnetic stir bar, a condenser, and a nitrogen inlet was charged with potas- 
sium carbonate (85 mg, 0.6 mmoles) and acetonitrile (20mL). With stirring, 5-hydroxy-2-(4-(1,1-dihydroperftuoro-2- 

30 (butoxyethoxy)ethoxy)phenyl)pyrimidine (364 mg, 0.6 mmole; prepared essentially as in Example 1 above) was slowly 
added to the resulting mixture. The mixture was stirred at room temperature for 30 minutes. 1-p-toluenesultonoxy-2- 
(S)-fluorodecane (200 mg, 0.6 mmoles) was then added to the stirred mixture. The mixture was heated to reflux over- 
night and then poured into a separator/ funnel containing water (-20 mL). The resulting layers were separated, and 
the aqueous phase was extracted with diethyl ether and purified by chromatography (essentially as in Example 1 

3S above), eluting with 10 parts by volume of hexane and 1 part by volume of ethyl acetate. The yield of desired product 
was 0.35 g. The structure of the product was confirmed by 1 H and 19 F nuclear magnetic resonance spectroscopy. 

Example 21 

40 Preparation of 5-(1 ,1 -Dihydroperf luorc-(2-(2-butoxyethoxy)ethoxy))-2-(4-(dihydro-5-(R) -oxymethyl-3-(R>- 
hexyl-2(3H)-furanone)phenyl)pyrlmldine (Compound 19, Table 4) 

5-Benzyloxy-2-(4-hydroxyphenyi)pyrimidine (7.5 g, 26.95 mmoles) was combined with (R)-epichlorohydrin (9.97 
g, 107.8 mmoles) and potassium t-butoxide (29.6 mL of a 1 M solution in t-butanol). The resulting mixture was heated 

45 to 60°C for three hours under nitrogen. The mixture was then poured into saturated brine and was extracted with two 
200 mL aliquots of chloroform. The combined chloroform extracts were washed with water and then dried over sodium 
sulfate. The solvent was removed from the extracts under reduced pressure, and the resulting crude product was 
recrystallized from acetonitrile to yield the epoxide, 5-benzyloxy-2-(4-(2-(R)-epoxy)propoxy)phenyl)pyrimidine. This 
epoxide (5.9 g, 18.42 mmoles) was combined with hexylmalonate (6.36 g, 27.6 mmoles) and potassium t-butoxide 

so (22.1 mL of a 1 M solution in t-butanol) in t-butanol (20 mL). The resulting mixture was heated to reflux for two hours 
and was then cooled and acidified to a pH of 1 with dilute HCI. The mixture was filtered, washed with water and then 
with methanol, and air-dried to yield the crude dihydrofuranone as a mixture of cis and trans isomers. A portion of this 
mixture (2.7 g) was resolved by preparative high pressure liquid chromatography, eluting with hexane/chloroform/ethyl 
acetate (45:50:5), to yield a fraction that was 93:7 cis/trans (0.67 g). This fraction (predominately cis) was hydrogenated 

ss essentially as in Example 1 for three hours to remove the benzyl protecting group. 

The hydrogenated product, 5-hydroxy-2-(4-(dihydro-5-(R)-oxymethyl-3-(R)-hexyl-2(3H)-furanone)phenyl)pyrimi- 
dine, (0.44 g, 1 .1 9 mmoles) was combined with potassium carbonate (0.20 g, 1 .43 mmoles) and 1 , 1 -dihydroperfluoro- 
2-(butoxyethoxy)ethyl trifluoromethanesutfonate (0.74 g, 1.31 mmoles; prepared essentially as in Example 4 above) 
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in acetonitrile (10 mL) t and the resulting mixture was refluxed for 1.5 hours. After cooling, water (10 mL) was added 
to th mixtur , and the mixture was then filtered. The filtrate was washed with water and then with methanol, and the 
washed filtrat was air-dried. The resulting crude product was then further purified by column chromatography on silica 
gel, eluting with chloroform, to yield 5-(1,1-dihydroperfluoro(2-(2-butoxyethoxy) ethoxy))-2-(4-(dihydro-5-(R)-oxyme- 
thyl-3-(R)-hexyl-2(3H)-furanone) phenyl)pyrimidine. The yield of the desired product was 0.57 g. The structure of the 
product was confirmed by 1 H and 19 F nuclear magnetic resonance spectroscopy. 

Example 22 

Preparation of 5-{1 l 1-Dihydroperfluoro-(6-{2-butoxyethoxy)hexyloxy))-2-(4-(dihydro-5-{R) -oxymethyl-3-(R)- 
hexyl-2(3H)-furanone)phenyl)pyrimldlne (Compound 20, Table 4) 

Using essentially the procedure of Example 21, 5-hydroxy-2-(4-(dihydro-5-(R)-oxymethyl-3-(R)-hexyl-2(3H)- 
furanone)phenyl)pyrimidine (0.70 g, 1 .89 mmoles) was combined with potassium carbonate (0.31 g, 2.27 mmoles) and 
1,1-dihydroperfluoro-€-(butoxyethoxy) hexyl nonafluorobutanesulfonate (1.73 g, 1.89 mmoles) in acetonitrile (20 mL). 
[The 1,1-dihydroperfluoro-6-(butoxyethoxy)hexyl nonafluorobutanesulfonate had been prepared from nonafluorobu- 
tanesulfonyl fluoride (which can be prepared by the methods described by P. M. Savu in Kirk-Othmer Encyclopedia of 
Chemical Technology, Fourth Edition, Volume 11, pages 558-64, John Wiley & Sons, New York (1 994)) and 1,1-dihy- 
droperfluoro-2-(butoxyethoxy)hexanol (prepared by sodium borohydride reduction of the corresponding methyl ester, 
essentially as described in Example 3 of U.S. Pat No. 5,262,082 (Janulis et al.)) by essentially the method described 
in Example 4 above.] The resulting crude product was isolated and purified essentially as in Example 21 to yield 1.10 
g of a 90: 1 0 mixture of cis/trans dihydrofuranone isomers (as determined by 1 H nuclear magnetic resonance spectros- 
copy). 

Example 23 

Preparation of 5-(1,1-Dlhydroperfluoro-(4-(4-butoxybutoxy)butoxy))-2-(4-(dlhydro-5-(R) -oxymethyl-3-(R)- 
hexyl-2(3H)-furanone)phenyl)pyrimidine (Compound 21, Table 4) 

Using essentially the procedure of Example 21. 5-hydroxy-2-(4-(dihydro-5-(R)-oxymethyl -furanone)phenyl)pyri- 
midine (0.70 g, 1.89 mmoles) was combined with potassium carbonate (0.31 g, 2.27 moles) and 1,1-dihydroperfluoro- 
4-(butoxybutoxy)butyl trifluoromethanesulfonate (1.73 g, 1.89 mmoles; prepared from 1,1-dihydroperfluoro-4-(4-bu- 
toxybutoxy)butanol essentially as in Example 4 above) in acetonitrile (20 mL). The resulting crude product was isolated 
and purified essentially as in Example 21 to yield 1.05 g of a 90:10 mixture of cis/trans dihydrofuranone isomers (as 
determined by 1 H nuclear magnetic resonance spectroscopy). 

Example 24 

Prepiiratlc^of^l.l-Dlhydroperfluo^ -oxymethyl-2 
(3H)furanone)blphenol (Compound 22, Table 4) 

4-(1,1-dihydroperfluoro-2-(2-(2-methoxyethoxy) ethoxy)ethoxy)-4'-biphenol (2 g, 35 moles; prepared essentially 
as in Example 7 above) and (S)-(+)-dihydro-5-(p-tolylsulfonyloxymethyl)-2(3H)-f uranone (available from Aldrich Chem- 
ical Co., 1.0 g, 37 mmoles) were dissolved in dry acetonitrile (20 mL). Potassium carbonate (0.51 g, 37 mmoles) was 
added and slurried into the resulting mixture. This mixture was heated for 5 hours at 70-85°C and was then cooled to 
room temperature. Water (60 mL) was added to the cooled mixture. The resulting solid product was collected by filtration 
and recrystallized from methanol to give 0.53 g of a white solid. The structure of the product was confirmed by 1 H 
and 19 F nuclear magnetic resonance spectroscopy. 

The compounds of Examples 20-24 were evaluated for transition temperatures by differential scanning calorimetry 
(DSC) and/or by optical observation of material phase changes using a Linkam TMH600 hot stage and a polarizing 
microscope. The transition temperatures (°C) were obtained upon cooling from the isotropic state (I) to the smectic A 
mesophase (S A ) and to higher order mesophases (M1 and M2) and are set forth in Table 3. 
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Table 3. 



Mesophase Characterization for Compounds List 


oH in Tabla 4 


Compound No. 


Ito S A 


S A to M1 


M1 toM2 


Melting Point 


18 


85 


65 


47 




19 








130-131 


20 


177 


138 






21 


157 


141 






22 








126 



75 



20 



25 



30 



35 



40 



45 



50 
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Table 4 


Compound 
Number 


Structure 


18 


lo— flQ) OCH 2 CF 2 OCF 2 CF 2 OC 4 F 9 


19 


N N ' 


20 


C4F 9 OC 2 F 4 OC^, fl CH 2 p-^)^ V^^ 0 * 1 

\ — i/ \ / 


21 


C 4 F 9 OC 4 F^C 3 F 6 CH 2 0— ^^^v^C^'C^u 


22 


0 

CF3<X^F 4 OC 2 F 4 OCF 2 CH 2 0--u3/ (0/°^^/ 



Claims 

1 . Fluorine-containing, chiral, optically active liquid crystal compounds having smeclic mesophases or latent smectic 
mesophases, the compounds comprising (a) an aliphatic fluorocarbon terminal portion containing at least two 
catenary ether oxygen atoms; (b) a chiral. aliphatic hydrocarbon terminal portion; and (c) a central core connecting 
said terminal portions, wherein said aliphatic fluorocarbon terminal portion is represented by the formula -D 
(C x F2x°)zCy F 2y + i. w "ere x is independently an integer of 1 to 10 for each (y^O group, y is an integer of 1 to 
10, z is an integer of 2 to 10, and D is selected from the group consisting of a covatent bond, 
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— CcHjf— • -^HjsO^FV-- — OS02-' SO,-- 

SOa-CrHjr — CrHjr-N-SOr— — C=«C— . — CH=CH 

Cp»2p vl 

-S-, _o-t-Cr%-. -Cr%-N-C- • -CE-N- . 

— O— . — S— . — NCCpHjp,,)— . 

and combinations thereof, where r and r' are independently integers of 1 to 20, s is independently an integer of 1 
to 1 0 for each (C s H & 0), t is an integer of 1 to 6, and p is an integer of 0 to 4. 

The compounds of Claim 1 wherein said x is independently an integer of 1 to 6 for each C^F^O group, said y is 
an integer of 1 to 6, and said z is an integer of 2 to 6. 

The fluorine-containing, chiral liquid crystal compounds of Claim 1 wherein said compounds are represented by 
the general formula (I): 

X| Ym Zn 

where M, N, and P are each independently selected from the group consisting of 
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.o.o. 



and 




a, b, and c are each independently zero or an integer of from 1 to 3, with the proviso that the sum of a + b + c be 
at least 1 ; 

each A and B are non-directionally and independently selected from the group consisting of a covalent bond, 

ooo 

I I I 

-C-0-, -C-S-, -C-Se-, 



0 

-OTe-, -(CH 2 CH 2 )k- where k is 1 to 4, 



-CK*CH-, -CsC-, -CH=N-, -CH 2 -0-, -C-, and -0- ; 

each X, Y, and Z are independently selected from the group consisting of -CI, -F, -Br, -I, -OH, -OCH 3 , -CH 3 , -CF 3 , 
-OCF 3 , -CN, and -NO;,; 

each l,m, and n are independently zero or an integer of 1 to 4; 
D is selected from the group consisting of a covalent bond, 
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CpH2pti 



0 



-CcH2 t -N-C-, 



-CH=N-, 



CpH2 P + 1 



and combinations thereof, where rand r' are independently integers of 1 to 20, s is independently an integer of 1 
to 1 0 for each (CJ-I^O). t is an integer of 1 to 6, and p is an integer of 0 to 4; 
R is selected from the group consisting of 



where each R' is independently selected from the group consisting of -CI, -F, -CF 3 , -N0 2 , -CN t -H, -C q H2q + i. 



where q' is independently an integer of 1 to 20 for each (C q .H 2q .-0), q is an integer of 1 to 20, w is an integer of 0 
to 10, v is an integer of 0 to 6, each v' is independently an integer of 0 to 6, g is an integer of 1 to 3, g' is an integer 
of 1 to 3, each D is independently selected from the group set forth above, and R is linear or branched, with the 
proviso that R is chiral; and 

R f is -(CxFaxO^CyFay^ , where x is independently an integer of 1 to 1 0 for each C^O, y is an integer of 1 to 1 0, 
and z is an integer of 2 to 1 0. 

4. The compounds of Claim 3 wherein said R, is linear, said x is independently an integer of 1 to 6 for each C^O 
group, said y is an integer of 1 to 6, and said z in an integer of 2 to 6. 

5. A mixture of liquid crystal compounds comprising at least one fluorine<ontaining liquid crystal compound of Claim 
1 in admixture with other chiral or achiral liquid crystal compounds, with the proviso that the admixture is not a 



-O- ( (Cq'Iha'-*'- (R f ) v ) -0) *-CqH2qM-»- (R f ) " 





o o 




racemate. 
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Th mixture of Claim 5 further comprising at least one other liquid crystal compound having a fluorinated terminal 
portion. 

A liquid crystal display device containing at least one fluorine-containing liquid crystal compound of Claim 1 atone 
or in admixture with other chiral or achiral liquid crystal compounds, with the proviso that the admixture is not a 
racemate. 

The device of Claim 7 further containing at least one other liquid crystal compound having a fluorinated terminal 
portion. 

A process for preparing the fluorine-containing, chiral liquid crystal compounds of Claim 3 comprising the steps of 
(a) mixing at least one compound represented by the formula 

R- (M) *-A- (N) b -B' 
I I 

with at least one compound represented by the formula 

B"-(P) C -D-Re 

! 

or mixing at least one compound represented by the formula 

R- <M),-A' 
I 

Xi 

with at least one compound represented by the formula 



A"-(N) b -B-{P)c-D-Rc / 

I I 
Y„ Z„ 

where M, N, and P are each independently selected from the group consisting of 
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o . oo 






, o. so. 



hJ^h n^n 



and 



v 



a, b, and c are each independently zero or an integer of from 1 to 3, with the proviso that the sum of a + b + c be 
at least 1 ; 

each A and B are non-directionally and independently selected from the group consisting of a covalent bond, 



ooo 

g i i 

-C-0-, -C-S-, -C-Se-, 

0 

-C-Te-, - (CHjCHzK- where k is 1 to 4, 

0 
I 

-CH=CH- , -C3C-, -CH»N-, -CH2-O-, -C-, and -0- ; 

each A', A", &, and B" are indpendently selected from the group consisting of -OH, -COOH. -CH(CH20H) 2 . -SH, 
-SeH, -TeH, -NH 2 , -COCI, -CHO, -0SO 2 R f , -OS0 2 CH 3 , -OSO z -cyclo (C 6 H 4 )-CH 3 , and -CH 2 COOH, where R,' is 
a p rfluoroalkyl group having from 1 to 10 carbon atoms, and with the proviso that A' can enter into a coupling 
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reaction with A" and that B" can enter into a coupling reaction with B'; 

each X, Y. and Z ar independently selected from the group consisting ot -CI, -R -Br, -I, -OH, -OCH 3> -CH 3 , -CF 3 , 
-OCF 3 , -CN, and -NO* 

each I, m, and n are independently zero or an integer of 1 to 4; 
D is selected from the group consisting of a coval nt bond. 



-C-O-CrHjr-, -0-C r H 2f -, -0-C-C,H 2e -, -OC-, -CH-CH-, -C-, 
-0-(C«Hi.0)t -C e .H 2 r'-# -C t H 2 ,-, - (CH:,0) t-Cc-lfcr— , -0-, -S-, 
-OSOj-, -SO2-, -SOi-C,H 2 r-/ -CcHjc-N-SOj-, -N(CpH 2p *i)-, 

CpH 2p ti 



0 
i 

-C c H 2r -N-C-, -CH=N-, 
I 

CpH 2p *t 

and combinations thereof, where r and r* are independently integers or 1 to 20, s is independently an integer of 1 
to 1 0 for each [C^i^O), t is an integer of 1 to 6, and p is an integer of 0 to 4; 
R is selected from the group consisting of 

-O- ( (Cq.H 2q .-»— <R' ) »•) -O) w-C,H 2q *i-.- (R' ) »/ 

- ( (C,<H 2q .-,.- (R' ) »•} -O) w-C,H 2q *i-,- (R* ) »# 
O 0 

-C-0-C,H 2 q*i-»- (R' ) v/ -0-C-(^H 2 ,»i-»-(R' )»/ and 



V 

^TCR'-CqH2q+l-v — (RO v 




where each R* is independently selected from the group consisting of -CI, -F, -CF 3 , -N0 2 , -CN, -H, -C^H^+i' 



0 0 

1 II 

-0-C-CqH 2 q*i, and -C-0-C<,H2q*i/ 

where q' is independently an integer of 1 to 20 for each (C q .H 2q .-0) t q is an integer of 1 to 20, w is an integer of 0 
to 10, v is an integer of 0 to 6, each v' is independently an integer of 0 to 6, g is an integer of 1 to 3, g' is an integer 
of 1 to 3, each D is independently selected from the group set forth above, and R is linear or branched, with the 
proviso that R is chiral; and 

R, is -(CxFaxO^CyFay^ , where x is independently an integer of 1 to 1 0 for each C^F^O, y is an integer of 1 to 1 0, 
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and z is an int ger of 2 to 10, 

and (b) allowing said A 1 and A" or B" and B" to react. 



PatentansprOche 

1. Fluorhaltige, chirale, optisch aktive Flussigkristallverbindungen mit smektischen oder tatenten smektischen Me- 
sophasen, wobei die Verbindungen umfassen (a) eine aliphatische Fluorkohlenstoffendgruppe mit wenigstens 2 
Kettenethersauerstoffatomen; (b) eine chirale, aliphatische Kohlenwasserstoffendgruppe; und (c) einen zentralen 
Kern, der die Endgruppen verbindet, wobei die aliphatische Fluorkohlenstoffendgruppe dutch die Formel -D 
( c x F 2x°)z c y F 2y+i wiedergegeben wird, in der x unabhangig voneinander fur jede CxF^O-Gruppe eine ganze Zahl 
von 1 bis 10 ist, y eine ganze Zahl von 1 bis 10 ist, z eine ganze Zahl von 2 bis 10 ist und D gewahlt wird aus einer 
kovalenten Bindung, 



und Kombinationen davon, in denen r und r' unabhangig voneinander ganze Zahlen von 1 bis 20 sind, s unabhangig 
voneinander f Or jedes {C^H^O) eine ganze Zahl von 1 bis 1 0 ist, t eine ganze Zahl von 1 bis 6 ist und p eine ganze 
Zahl von 0 bis 4 ist. 

2. Verbindungen nach Anspruch 1, in denen x unabhangig voneinander fOr jede CxF^O-Gruppe eine ganze Zahl 
von 1 bis 6 ist, y eine ganze Zahl von 1 bis 6 ist und z eine ganze Zahl von 2 bis 6 ist. 

3. FluorhaJtige, chirale Flussigkristallverbindungen nach Anspruch 1 , wobei die Verbindungen durch die allgemeine 
Formel (I) wiedergegeben werden: 



— CiKjf— • -fc&#oj<sHx — — OSOj- • SOi— 






— O— • — S— - — NCCpH^.,)— 



a) 



in der M, N und P jeweils unabhangig voneinander gewahlt werden aus 
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^ ^ N i^ N ^ 



a, b und c jeweils unabhangig voneinander 0 oder eine ganze Zahl von 1 bis 3 sind, mit der MaGgabe, daG die 
Summe a + b + c wenigstens 1 ist; 

A und B jeweils nicht-direktional sind und unabhangig voneinander gewahlt werden unter einer kovalenten Bin- 
dung, 



o o o o 

II It II II 

-C-O- , -C-S- , -C-Se- , -C-Te- , 



-(CH 2 CH2) k -, wobei k 1 bis 4 ist, -CH=CH-, -C^C-, -CH=N-, -CH 2 -O t 



o 

II 

-c- 



und -O-; 

X, Y und Z jeweils unabhangig voneinander gewahlt werden aus -CI, -F, -Br, -I, -OH, -OCH 3 , -CH 3 , -CF 3 , -OCF 3 , 
-CN und -NO z ; 

I, m und n jeweils unabhangig voneinander 0 oder eine ganze Zahl von 1 bis 4 sind; 
D gewahlt wird unter einer kovalenten Bindung, 



0 
I 



° i 

9 ■ 

-OS0 2 -, -SO*-, -S0 2 -CcHzc-, -CcH^c-M-SOa-, -N(CpH 2p -i) , 

CpH 2 pM 



0 
I 



-CrH 2c -N-0, -CH-N- 
I 

CpH 2p *i 



und Kombinationen davon, wobei r und r' unabhangig voneinander ganze Zahl n von 1 bis 20 sind, s unabhangig 
voneinander fur jedes (C^H^ 0 ) eine 9 anze Zahl von 1 bis 1 0 ist, t eine ganze Zahl von 1 bis 6 ist und p eine ganze 
Zahl von 0 bis 4 ist; 
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R gewahlt wird aus -O-dCq.HjqvRXO-OJw-CqHaq+i-v-C^'K. 



o / (D>8 \ 

wobei jedes R' unabhangig voneinander gewahlt wird unter -CI, -F, CF 3 , -N0 2 , -CN, -H, -C q H 2q+1 , 

o o 



wobei q' unabhangig voneinander fur jedes (C q .H 2q .-0) eine ganze Zahl von 1 bis 20 ist, q eine ganze Zahl von 1 
bis 20 ist. w eine ganze Zahl von 0 bis 10 ist, v eine ganze Zahl von 0 bis 6 ist jedes v' unabhangig voneinander 
eine ganze Zahl von 0 bis 6 ist, g eine ganze Zahl von 1 bis 3 ist, g' eine ganze Zahl von 1 bis 3 ist, jedes D 
unabhangig voneinander gewahlt wird aus der vorstehend angegebenen Gruppe und R linear oder verzweigt ist, 
25 mit der MaBgabe, daft R chiral ist; und 

R f ein -(CxF^O^CyF^-Rest ist, wobei x unabhangig voneinander fur jedes C^O eine ganze Zahl von 1 bis 
10 ist, y eine ganze Zahl von 1 bis 10 ist und z eine ganze Zahl von 2 bis 10 ist. 

4. Verbindungen nach Anpruch 3, wobei R, linear ist, x unabhangig voneinander fur jede C^F^O-Gruppe eine ganze 
30 Zahl von 1 bis 6 1st, y eine ganze Zahl von 1 bis 6 ist und z eine ganze Zahl von 2 bis 6 ist. 

5. Gemisch aus Flussigkristallverbindungen, umfassend wenigstens eine fluorhaltige Flussigkristallverbindung nach 
Anspruch 1 im Gemisch mit weiteren chiralen oder achiralen FIQssigkristal (verbindungen mit der MaBgabe, daQ 
das Gemisch kein Racemat ist. 

6. Gemisch nach Anspruch 5, femer umfassend wenigstens eine weitere Flussigkristallverbindung mit einer fluorier- 
ten Endgruppe. 

7. Flussigkristallanzeigevonichtung, enthaltend wenigstens eine fluorhaltige Flussigkristallverbindung nach An- 
40 spruch 1 allein oder im Gemisch mit weiteren chiralen oder achiralen Flussigkristallverbindungen mit der MaBgabe, 

dafi das Gemisch kein Racemat ist. 

a Vorrichtung nach Anspruch 7, femer enthaltend wenigstens eine weitere Flussigkristallverbindung mit einer fluo- 
rierten Endgruppe. 

9. Verfahren zur Herstellung der fluorhaltigen, chiralen Flussigkristallverbindungen nach Anspruch 3, umfassend die 
Schritte (a) Mischen wenigstens einer verbindung der Formel 

X l Y m 



ss mit wenigstens einer Verbindung der Formel 
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oder Mischen wenigstens einer Verbindung der Formel 

X, 

mit wenigstens einer Verbindung der Formel 

A"-(N)-bB-(P)- c -D-R f 

in der M, N und P jeweils unabhangig von e in an der gewahlt warden aus 

&) fa do do do 

rf^S N^N nJ^N O-^O 

Y y *9 y y 

a t b und c jeweils unabhangig voneinander 0 Oder eine ganze Zahl von 1 bis 3 sind, mit der MaBgabe, daG die 
Summe a + b + c wenigstens 1 ist; 

A und B jeweils nicht-direktional sind und unabhangig voneinander gewahit werden unter einer kovalenten Bin- 
dung, 

0 0 0 0 

II II If II 

-C-O- , -C-S- , -C-Se- , -C-Te- , 

-(CH 2 CH 2 ) k -, wobei k 1 bis 4 ist, -CH=CH-, -C^C-, -CH=N-, -CH 2 -0-, 

O 
II 

-c- 

und -O-; 

A', A", B* und B' jeweils unabhangig voneinander gewahlt werden aus -OH, -COOH, -CH(CH 2 OH) 2 , -SH, -SeH, 
-T H, -NH 2 . -COCI, -CHO, -OS0 2 R f \ -OS0 2 CH 3 , -OSO r cyclo(C 6 H 4 )-CH 3 und -CH 2 COOH, wobei R f * in Perflu- 
oralkylrestmit 1 bis 10 Kohlenstoffatomen ist, und mit der MaGgabe, daft A' eine Kupplungreaktion mit A" eingehen 
kann und dal3 B 1 eine Kupplungsreaktion mit B" eingehen kann; 
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X, Y und Z jeweils unabhangig voneinander gewahlt werden aus -CI, -F, -Br, -I, -OH t -OCH 3 ,-CH 3 , CF 3 , -OCF 3 ,- 
CN und -NO a ; 

I, m und n jeweils unabhangig voneinander 0 oder eine ganze Zahl von 1 bis 4 sind; 
D gewahlt wird unter einer kovalenten Bindung, 

! ! f 

-C-O-CAc", -0-CcH 2ff -, -0-C-C c H 2r -, -C«C-, "CH-CH-, -C-, 
-0-(CA,0)«-C..Hi..-, -C«H 2 ,-, -{CA.O)t-C,.%..-, -0-/ "S"' 
-OSOt-, S0z- t -SO»-C,Hi«-r -C«Ki«-N-SOi- # -M (CpHi^i) 

O 

-CrH^-N-C- ,-CH=N- 

und Kombinationen da von, wobei r und r' unabhangig voneinander ganze Zahlen von 1 bis 20 sind, s unabhangig 
voneinander f Or jedes (C^^O) eine ganze Zahl von 1 bis 1 0 ist, t eine ganze Zahl von 1 bis 6 ist und p eine ganze 
Zahl von 0 bis 4 ist; 

R gewahlt wird aus -0-((C q .H 2 ,v-(R') v )-0) w -C < ,H 2q+1 . y .(R , ) v . 

O 

^(C q .H 2qVv rKRVH>)w- C q H 2q + l-v-< R V ^^qH^l-y-^v ' 

wobei jedes R' unabhangig voneinander gewahlt wird unter -CI, -F, CF 3 , -N0 2 , -CN, -H, -C q H 2q+1 , 

o o 

"^-CqJVl und ^"^qH2q + l • 



wobei q' unabhangig voneinander fOr jedes (C q .H 2q »-0) eine ganze Zahl von 1 bis 20 ist, q eine ganze Zahl von 1 
bis 20 ist, w eine ganze Zahl von 0 bis 10 ist, v eine ganze Zahl von 0 bis 6 ist, jedes v' unabhangig voneinander 
eine ganze Zahl von 0 bis 6 ist, g eine ganze Zahl von 1 bis 3 ist, g' eine ganze Zahl von 1 bis 3 ist, jedes D 
unabhangig voneinander gewahlt wird aus der vorstehend angegebenen Gruppe und R linear oder verzweigt ist, 
mit der Maftgabe, daft R chiral ist; und 

R ( ein -(C x F 2x O) 2 C y F 2 y +1 -Rest ist, wobei x unabhangig voneinander tur jedes C^F^O eine ganze Zahl von 1 bis 
10 ist, y eine ganze Zahl von 1 bis 10 ist und z eine ganze Zahl von 2 bis 10 ist, 
und (b) Umsetzen von A' mit A' oder B* mit B". 
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Revendlcatlons 

1. Composes pour cristaux liquides optiquement actifs, chiraux, contenant du fluor ayant des mesophases smecti- 
ques ou des mesophases smectiques latentes, les composes comprenant (a) une portion terminale fluorocarbonee 
aliphatique contenant au motns deux atomes d'oxygene dther cat6naire; (b) une portion terminale hydrocarbonee 
aliphatique, chirale; et (c) un noyau central reliant lesdites portions terminates, dans lequel tadite portion terminale 
fiuorocarbonde aliphatique est representee par la formula -0(C x F2xO) z C y F 2y ^. 1 , ou x est independamment un 
nombre entier de 1 a 10 pour chaque groupe CxF^O, y est un nombre entier de 1 a 10, z est un nombre entier 
de 2 a 10, et D est choisi dans le groupe forme par une liaison covalente, 



et leurs combinaisons, oil r et r* represented independamment des nombres entiers de 1 a 20, s reprSsente 
independamment un nombre entier de 1 a 10 pour chaque (CgH^O), t represents un nombre entier de 1 a 6, et 
p represente un nombre entier de 0 a 4. 

2. Composes selon la revendication 1 , dans lesquels ledit x est independamment un nombre entier de 1 a 6 pour 
chaque groupe C x F2x°. ,edrt Y un nombre entier de 1 a 6, et ledit z est un nombre entier de 2 a 6. 

3. Composes pour cristaux liquides chiraux, contenant du fluor selon la revendication 1 , dans lesquels lesdits com- 
poses sont represented par la formufe g6n6rale (I): 



O 



-C-0-C r H 2r -, -0-C r H 2r - / -0-{-C 8 H 2s 0-) t -C rl H 2r ,- # 

" C r H 2r-' -(- c s H as°- > t- C r' H 2r'-' -° S0 2-' - S0 2"< 
-S0 2 -C r H 2r - / -C r H 2r -N-S0 2 - / -CaC-, -CH~CH-, 



C p H 2p+l 




R" (-M-) a -A- (-N-) b -B- (-P-) C -D-R f 



(I) 




m 



Z 



n 



dans laqueile M, N et P sont chacun independamment choisis dans le groupe forme par 
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10 



15 



20 



25 



30 



35 



40 







a, b et c represented chacun independamment zero ou un nombre entier de 1 a 3, a condition que ta somme de 
a+b+c soit au moins egale a 1 ; 

chaque A et B sont choisis non directionnellement et independamment dans le groupe forme par une liaison co- 
valente, 



0 0 0 0 

II II II II 

1 -C-0-, -C-S-, -C-Se-, -C-Te-, -(CH 2 CH 2 ) 

dans laquelle k vaut 1 a 4, 



45 



so 



-CH-CH-, -C=C-, -CH-N-, -CH 2 -0- # -C-, et -0-; 

chaque X, Y etZ sont choisis independamment dans le groupe forme par -CI, -F, -Br, -I, -OH, -OCH 3 , -CH 3 , -CF 3 , 
-OCF 3 , -CN, et -NO2; chaque 1, m et n valent independamment zero ou un nombre entier de 1 a 4; 
D est choi si dans le groupe forme par une liaison covalente, 



ss 
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10 



30 



35 



40 



45 



SO 



0 0 0 

0 II II 

-C-0-C r H 2r -, -0-C r H 2r -, -0-C-C r H 2r -, -C=C-, -CH=CH-, -C-, 

-0-(-Ca H 28°-U - C r' H 2r'"' - C r H 2r"' " ^s^s 0 "* 1" C r • H 2r ■ 
-0-, -S-, -OS0 2 -, -S0 2 -, -S0 2 -C r H 2r -, -C r H 2r -N-S0 2 -, 

C P H 2P+1 



- N ( c p H 2p+l ) -' - C r H 2r-r c -< - CH=N "' 
is | 

C p H 2p-l 

et leurs combinaisons, ou r at f repr6sentent independamment des nombres entiers de 1 a 20, s rep resent e 
20 independamment un nombre entier de 1 a 10 pour chaque (CeH^O), t represents un nombre entier de 1 a 6, et 

p represente un nombre entier de 0 a 4; 
R est choisi dans le groupe forme par 

-(( C q' H 2qW( R ') v"°)w* C q H 2q+1-v"( R, )v' 

2S 



! 

-C-0-C q H 2q+1 _ v - (R> ) v , -0-C-C q H 2q+1 _ v - (R- ) v , 



et 



dans laquelle chaque R' est choisi independamment dans le groupe forme par -CI, -Fi -CF 3 , -N0 2 , -CN, -H, 



-C q H 2q+1 , 



0 0 

II II 

-0-C-C q -H 2q+1 , et -C-0-C q H 2q+1 , 



dans laquelle q' represents independamment un nombre entier de 1 a 20 pour chaque (C q .H 2q '-0), q represente 
un nombre entier de 1 a 20, w represents un nombre entier de 0 a 10, v represente un nombre entier de 0 a 6, 
chaque v 1 represents independamment un nombre entier de 0 a 6, g represente un nombre entier de 1 a 3, g' 
represente un nombre entier de 1 a 3, chaque D est choisi independamment dans le groupe expose ci-dessus, et 
ss R peut etre lineaire ou ramifie, a condition que R sort chiral; et 

R f represents -(C x F 2x O) z C y F 2y+1 , dans laquelle x represents independamment un nombr entier d 1 a 10 pour 
chaque (CJF^O), y represents un nombrs sntier de 1 a 10, st z represents un nombre entier de 2 a 10. 
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Composes selon la revendication 3, dans lesquels ledit R ( est I in ea ire, ledit x est independamment un nombre 
entier de 1 a 6 pour chaque groups CJr&O, ledit y est un nombre entier de 1 a 6, et ledit z est un nombre entier 
de 2 a 6. 

Melange de composes pour cristaux liquides comprenant au moins un compose pour cristaux liquides contenant 
du fluor selon la revendication 1 en melange avec d'autres composes pour cristaux liquides chiraux ou achiraux, 
a condition que le melange ne soit pas un racemate. 

Melange selon la revendication 5, comprenant de plus au moins un autre compose pour cristaux liquides ayant 
una portion terminale fluorSe. 

Dispositil d'affichage a cristaux liquides contenant au moins un compose pour cristaux liquides contenant du fluor 
selon la revendication 1 , seul ou en melange avec d'autres composes pour cristaux liquides chiraux ou achiraux, 
a condition que le melange ne soit pas un racemate. 

Dispositil selon la revendication 7, contenant de plus au moins un autre compose pour cristaux liquides ayant une 
portion terminale fluoree. 

Procede pour preparer les composes pour cristaux liquides chiraux, contenant du fluor selon la revendication 3, 
comprenant les Stapes consistant (a) a melanger au moins un compose represents par la formula: 



R- (M) «-A-(NU-B' 



avec au moins un compose represents par la formule 



B"-<P)e 



D-R £ 



ou a melanger au moins un compose represents par la formule 



Xi 



avec au moins un compose represents par la formule 



A"- 



(N) b -3-(P) c -D-R ( , 



ou M, N et P sont chacun independamment choisis dans le groupe forme par 
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no 








o 



o . - y 



a, b at c represented chacun indSpendamment zero ou un nombre entier de 1 a 3, a condition que la somme de 
a+b+c vale au moins 1 ; 

chaque A et B sont non directionnellement et indSpendamment choisis dans le groupe form6 par une liaison co- 
valente, 



O O 0 0 

II 1 II II 

-C-0-, -C-S-, -C-Se-, -C-Te-, - ( CH 2 CH 2 ) k" 



oil k vaut 1 a 4, -CH=CH-, -C=C-. -CH=N-, -CH 2 -0-, 
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-C- et -0-; 

5 

chaque A 1 , A", B' et B" sont independamment choisis dans le groupe form6 par -OH, -COOH, -CH(CH 2 OH) 2 , -SH, 
-SeH, -TeH, -NH^ -COCI, -CHO, -OS0 2 R fl -OS0 2 CH 3 , -OS0 2 -cyclo (C 6 H 4 )-CH 3 , et -CH 2 COOH, ou Rf, est un 
groupe perfluoroalkyle ayant de 1 a 10 atomes de carbone, et a condition que A' puisse entrer dans une reaction 
10 de couplage avec A" et que B' puisse entrer dans une reaction de couplage avec B"; chaque X, Y et Z sont 

independamment choisis dans le groupe formd par -CI, -F, -Br, -I, -OH, -OCH 3 , -CH 3 , -CF 3 , -OCF^ -CN et -NO z ; 
chaque I, m et n sont independamment nuls ou un nombre entier de 1 a 4; 
D est choisi dans le groupe forme par une liaison covalente, 



20 



25 



0 0 J 

1 I 1 

-C-0-C r H 2c -, -0-CcH 2r -, -0-C-C t H2 C -, -C*C-, -CH-CH-, -C-, 
-0-(CA,0)» -Cc'Hjc-, -CeHlc^/ -(C^IisO)t-Ce.Hir-, -0-, -S-, 
-OSO2-, -SO2-, -SOi-CcHic-/ -C c H 2e -N-S02-/ -M(CpH 2p *i)-/ 



-C r H 2r -N-C-, -CH=N-, 
30 C p H 2p+l 

et leurs combinaisons. ou r et t sont independamment des nombres entiers de 1 a 20, s est independamment un 
nombre entier de 1 a 1 0 pour chaque (CgH^O), t est un nombre entier de 1 a 6, et p est un nombre entier de 0 a 4; 
3S R est choisi dans le groupe forme par 

<M(C q H2 qW -(R%0-O) w ^ q H 2q , lV (R%. 
-((C q .H 2q ,^(R , ) v .)-0) w -C q H 2q+1 . v -(R , ) v . 



40 



45 et 



so 



0 0 

II II 
-C-0-C q H 2q+1 . v - (R ' ) v , -0-C-C q H 2q+1 _ v - (R ' ) y , 



— CR' 



ss ou chaqu R' st independamment choisi dans le groupe 1orm6 par -CI, -F, -CF 3 , -N0 2 , -CN, -H, -C q H 2q+1 . 



44 



EP0 736 078 B1 

0 0 

II II 
-0-C-C q H 2q+1 , et -C-0-C q H 2q+1 , 

ou q* est ind6pendamment un nombre entier de 1 k 20 pour chaque (C q .H 2q .-0) ( q est un nombre entier de 1 k 20, 
w est un nombre entier de 0 k 10, v est un nombre entier de 0 a. 6, chaque v' est ind6pendamment un nombre 
10 entier de 0 k 6, g est un nombre entier de 1 k 3, g 1 est un nombre entier de 1 k 3, chaque D est inddpendamment 

choisi dans le groupe prdsentd ci-dessus, et R peut dtre lineaire ou ram if id, k condition que R soit chiral; et 
R f est -(CjjF ^2x 0 )z c y f= 2y+l , ou x est ind6 P er >damment un nombre entier de 1 k 10 pour chaque CyF^O, y est un 
nombre entier de 1 k 10, et z est un nombre entier de 2 k 10, et (b) k taisser rdagir lesdits A' et A" ou B* et B°. 

is 



20 



2S 



30 



35 



40 



45 



SO 



45 



